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and all claims satisfied provisions of PCT Article 33(l)-(4) $100 00 
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CALCULATIONS PTO USE ONLY 
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months from the earliest claimed priority date (37 CFR 1 .492(e)). 



CLAIMS 


NUMBER FILED 


NUMBER EXTRA 


RATE 


$ 




Total claims 


19 -20 = 


0 


X $18.00 


$ 


0.00 




Independent claims 


1 -3 = 


0 


X $84.00 


$ 


0.00 




MULTIPLE DEPENDENT CLAIM(S) (if applicable) 


+ $280.00 


$ 


0.00 






TOTAL OF ABOVE CALCULATIONS = 


$ 


890.00 




g] Applicant claims small entity status. See 37 CFR 1.27. The fees 
■=4 are reduced by 1/2. 


indicated above 

+ 


$ 


0.00 








SUBTOTAL = 


$ 


890.00 




Pfocessmg fee of $130.00 for furnishing the English translation later than □ 20 1 1 3 0 
iipnths from the earliest clauned priority date (37 CFR 1 .492(1)). 

-M , 


$ 




TOTAL NATIONAL FEE = 


$ 
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l^ompamed by an appropriate cover sheet (37 CFR 3.28, 3.3 1). $40.00 per property + 


$ 


40.00 
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S 
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$ 
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information should not be included on this form. Provide credit card information and authorization on PTO-2038. 

^ Where an appropriate time limit under 37 CFR 1.494 or 1.495 has not been met, a petition to revive (37 CFR 
1.137 (a) or (b)) must be filed and granted to restore the application to pending status. /-\ 



SEND ALL CORRESPONDENCE TO: 



00157 

PATENT TRADEMARK OFFICE 



SIGNATURE 

Aron Preis 

NAME 

29,426 

REGISTRATION NUMBER 



FORM PTO- 1390 (REV 12-2001) page 2 of 2 



TRANSMITTAL LETTER TO THE 
UNITED STATES RECEIVING OFFICE 



International Applic: 



Attorney Docket No. 



LQzjiznniz 



27 February 2002 



PCT/EPOO/08172 



Mo-6993/LeA 33.710 



Certification under 37 CFR 1.10 (if applicable) 



ET671449981US 



Express Mail mailing number 



27 February 2002 



Date of Deposit 



Offi.'if A^^!?^'' "* ?PP'ication/corrKpondence attached hereto is being deposited with the United States Postal Service "Express Mail Post 
t?,Addressee" service under 37 CFK 1.10 on the date indicated above and is addressed t» Assistant Commissioner for PaZts! WashiStl 



Donna J. Veatch 



le of person mailing correspondence 



11. [x] New International Application 



TITLE FLAME-RESISTANT POLYCARBONATE MOLDING MATERIALS 



Earliest priority date 
(Day/MonthA^ear) 



02 Sep 1999 (2.09.99) 



SCREENING DISCLOSURE, INFORMATION: In order to assist in screening the accompanying international 
application for purposes of determining whether a license for foreign tranmittal should and could be granted and for 
other purposes, the following information is supplied. (Note: check as many boxes as apply): 
A. l2y The invention disclosed was not made in the United States 
There is no prior U.S. application relating to this invention. 

C. CH The following prior U.S. application(s) contain subject matter which is related to the invention disclosed in the 
fn^SiTn?^^°'^^^ application. (NOTE: priority to these applications may or may not be claimed on form 
PCT/RO/1 01 (Request) and this listing does not constitute a claim for priority ) 



application no. 




filed on 




application no. 




filed on 





D. □ The present international application contains additional subject matter not found in the prior U.S. application(s) identified 
in paragraph C. above. The additional subject matter is found on pages \^ 
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C. □ Replacement pages: 
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pages 




of the request (PCT/RO/IOI) 


pages 




of the figures 


pages 




of the description 


pages 




of the abstract 


pages 




of the claims 
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PATENT APPLICATION 
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LeA 33,710 

IN THE UNITED STATES PATENT AND TRADEMARK OFFICE 
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APPLICATION OF 

PCT/EPOO/08172 

MICHAEL ZOBEL ET AL 
SERIAL NUMBER: TO BE ASSIGNED 

FILED: HEREWITH 

TITLE: FLAME-RESISTANT POLY- 

CARBONATE MOLDING 
MATERIALS 

PRELIMINARY AMENDMENT 

Assistant Commissioner for Patents 

Washington, D.C. 20231 

Sir: 

Prior to the examination of the instant patent application kindly amend the 
enclosed translation thereof as follows: 



"Express Mar mailing label numhPr ET671449981US 

Date of Deposit February 27, 2002 

I hereby certify that this paper or fee is being deposited with the United States 
Postal Service Express Mail Post Office to Addressee" serwce under 37 CFR 
1.10 on the date indicated above and Is addressed to the Assistant Commissioner 
of Patents and Trademar1«s, Washington, D.C. 20231 
Donna j. Ve atch 

(Nama otoeredn mailing paper or fee) 



IN THE SPECIFICATION : 

In Page 1 , please delete the title and insert the following revised title reading 
as follows: 

- FLAME-RESISTANT POLYCARBONATE MOLDING MATERIALS -. 

and replace page 38 , a page containing an abstract with the enclosed page that 
reads as follows: 

-FLAME-RESISTANT POLYCARBONATE MOLDING MATERIALS 

ABSTRACT OF THE DISCLOSURE 
A flame retardant molding composition is disclosed. The composition that contains 
polycarbonate and/or polyester carbonate and a phosphonate amines is characterized 
by its good level of mechanical properties, especially a high heat resistance, and exhibits 
low-juicing. An embodiment wherein the composition further contains a graft polymer is 
also disclosed.-- 

IN THE CLAIMS : 

Cancel Claims 16 and 17. 

Please amend Claims 3-10 and 12-15 as follows: 

3. (Amended) Blends according to Claim 2 containing 2 to 25 parts by weight of 

component D. 

4. (Amended) Blends according to Claim 2 containing 2 to 20 parts by weight of 
component D. 
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5. (Amended) Blends according to Claim 1 containing phosphonate amines 

selected from the group consisting of 5,5,5'5',5",5"-hexamethyltris(1 ,3,2-dioxa- 
phosphorinanemethane)amin-2,2',2"-trioxide of formula (1-1) 



1 ,3,2-dioxaphosphorinane-2-methanamine, N-butyl-N[(5,5-dimethyI-1 ,3,2- 
dioxaphosphorinan-2-yl)methyl]-5,5-dimethyl-, P,2-dioxides; 1 ,3,2- 
dioxaphosphorinane-2-methanamine, N-[(5,5-dimethyl-1,3,2-dioxaphosphor- 
inan-2-yl)methyl]-5,5-dimethyl-N-phenyl-, P,2-dioxide; 1 ,3,2- 
dioxaphosphorinane-2-methanamine, N,N-dibutyl-5,5-dimethyl-, 2-oxide, 1,3,2- 
dioxaphosphorinane-2-methanamine, N-[(5,5-dimethyl-1,3,2-dioxaphosphor- 
inan-2-yl)methyl]-N-ethyl-5,5-dimethyl-, P,2-dioxide, 1 ,3,2-dioxaphosphorlnane- 
2-methanamine, N-butyl-N-[(5,5-dichloromethyl-1,3,2-dioxaphosphorinan-2- 
yl)methyl]-5,5-dichloromethyl-, P,2-dioxide, 1 ,3,2-dioxaphosphorinane-2- 
methanamine, N-[(5,5-dichloromethyl-1,3,2-dioxaphosphorinan-2-yi)methyl]- 
5,5-dlchloromethyl-N-phenyl, P,2-dioxide; 1 ,3,2-dioxaphosphorinane-2- 
methanamine, N,N-di-(4-chlorobutyl)-5,5-dimethyl-2-oxides; 1 ,3,2-dioxaphos- 
phorinane-2-methanimine and N-[(5,5-dimethyl-1 ,3,2-dioxaphosphorinan-2- 
yl)methane]-N-(2-chloroethyl)-5,5-di(chloromethyi)-, P2-dioxide. 

6. (Amended) Blends according to Claim 2 wherein the phosphonate amines of 
formula (I) are used as mixtures. 

7. (Amended) Blends according to Claim 2 wherein graft polymer is based on at 
least 2 of the following monomers: chioroprene, 1 ,3-butadiene, isopropene, 
styrene, substituted styrenes, acrylonitrile, ethylene, propylene, vinyl acetate 
and (meth)acrylate with 1 to 18 C atoms in the alcohol component. 

8. (Amended) Blends according to Claim 2 wherein component B) is a graft 
polymer of 




3 
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B. 1 5 to 95 parts by weight of a mixture of 

B.1 .1 50 to 99 parts by weight styrene, a-methylstyrene, styrenes 

substituted in the ring with halogen or methyl, methyl 
methacrylate or mixtures of these compounds and 

B.1 .2 1 to 50 parts by weight acrylonitrile, methacrylonitrile, methyl 
methacrylate, maleic anhydride, C1-C4 alkyi- or phenyl-N- 
substituted maleimides or mixtures of these compounds on 

B.2 5 to 95 parts by weight polymer with a glass transition temperature of 
less than -10°C. 

(Amended) Blends according to Claim 2 containing 10 to 90 parts by weight of 
component A) and 1 to 40 parts by weight of component B. 

(Amended) Blends according to Claim 2 containing 20 to 80 parts by weight of 
component A and 2 to 30 parts by weight of component B. 

(Amended) Blends according to Claim 1 which contain 0.01 to 35 wt.%, based 
on the total moulding composition, of at least one additional flame retardant. 

(Amended) Blends according to Claim 2 containing 1 to 30 parts by weight of 
component C). 

(Amended) Blends according to Claim 2 further containing an extremely fine- 
particle compound of main groups 1 to 5 or of subgroups 1 to 8 of the periodic 
table with at least one element selected from the group of oxygen, sulfur, 
boron, carbon, phosphorus, nitrogen, hydrogen and silicon. 



□ 
□ 




% 10. 

I 



13. 
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1 5. (Amended) Blends according to Claim 2 which further contain at least one 
additive from the group of stabilisers, pigments, mould release agents, flow 
promoters, inorganic reinforcing materials, nanoparticles and/or antistatic 
agents. 

Add the following: 

-18. A method of using the composition of Claim 1 comprising producing a molded 
article. 

1 9. A method of using the blend of Claim 2 comprising producing a molded 
article. 

20. A molded article comprising the composition of Claim 1 . 

21 . A molded article comprising the blend of Claim 2.- 
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REMARKS 



The present amendment seeks to place the application in better conformance 
with U.S. practice. A page containing an Abstract of the Disclosure is enclosed. 
Entry of the amendment is requested. 



Respectfully submitted, 




Attorney for Applicants 
Q Reg. No. 29,426 

□ Bayer Corporation 
\| 1 00 Bayer Road 

O Pittsburgh, Pennsylvania 15205-9741 

□ (412)777-8343 

H FACSIMILE PHONE NUMBER: 

"'J (412)777-8363 

y s:/sr/ap0274 

fu 
H 
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VERSION WITH MARKINGS TO SHOW CHANGES MADE: 

IN THE SPECIFICATION : 

In Page 1 , please delete the title and insert the following revised title reading 
as follows: 

- FLAME-RESISTANT POLYCARBONATE MOLDING MATERIALS -. 

and replace page 38, a page containing an abstract with the enclosed page that 
reads as follows: 

Q 

B -FLAME-RESISTANT POLYCARBONATE MOLDING MATERIALS 

'H 

O ABSTRACT OF THE DISCLOSURE 

y A flame retardant molding composition is disclosed. The composition that 

:L contains polycarbonate and/or polyester carbonate and a phosphonate amines is 
iU characterized by its good level of mechanical properties, especially a high heat 

resistance, and exhibits low-juicing. An embodiment wherein the composition further 
5 contains a graft polymer is also disclosed.-- 

IN THE CLAIMS : 

Cancel Claims 16 and 17. 

Please amend Claims 3-10 and 12-15 as follows: 

3. (Amended) Blends according to [claim 1 ,] Claim 2 containing 2 to 25 parts by 
weight of component D. 

4. (Amended) Blends according to [claim 1 ,] Claim 2 containing 2 to 20 parts by 
weight of component D. 
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5. (Amended) Blends according to [any one of claims 1 to 3,] Claim 1 containing 
phosphonate amines selected from the group consisting of 5,5,5'5',5",5"- 
hexamethyltrls(1,3,2-dioxaphosphorinanemethane)amin-2,2',2"-trioxide of 
formula (1-1 ) 




3 



1 ,3,2-dioxaphosphorinane-2-methanamine, N-butyl-N[(5,5-dimethyl-1 ,3,2- 
dioxaphosphorinan-2-yl)methyl]-5,5-dlmethyl-, P,2-dioxides; 1 ,3,2- 
dioxaphosphorlnane-2-methanamine, N-[(5,5-dimethyl-1,3,2-dloxaphosphor- 
inan-2-yl)methyl]-5,5-dlmethyl-N-phenyl-, P,2-dioxide; 1 ,3,2- 
dioxaphosphorinane-2-methanamine, N,N-dlbutyl-5,5-dimethyl-, 2-oxide, 1,3,2- 
dioxaphosphorinane-2-methanamine, N-[(5,5-dimethyl-1,3,2-dioxaphosphor- 
inan-2-yl)methyl]-N-ethyl-5,5-dimethyl-, P,2-dioxide, 1 ,3,2-dioxaphosphorinane- 
2-methanamlne, N-butyl-N-[(5,5-dichloromethyl-1,3,2-dioxaphosphorinan-2- 
yl)methyl]-5,5-dichloromethyl-, P,2-dioxlde, 1 ,3,2-dloxaphosphorlnane-2- 
methanamine, N-[(5,5-dichloromethyl-1,3,2-dioxaphosphorinan-2-yl)methyl]- 
5,5-dichloromethyl-N-phenyl, P,2-dioxide; 1 ,3,2-dioxaphosphorinane-2- 
methanamlne, N,N-dl-(4-chlorobutyl)-5,5-dimethyl-2-oxides; 1 ,3,2-dioxaphos- 
phorinane-2-methanlmlne [,] and N-[(5,5-dlmethyl-1 ,3,2-dioxaphosphorinan-2- 
yI)methane]-N-(2-chloroethyl)-5,5-di(chloromethyl)-, P2-dioxide. 

6. (Amended) Blends according to [any one of claims 1 to 4,] Claim 2 wherein the 
phosphonate amines of formula (1) are used as mixtures. 

7. (Amended) Blends according to [any one of the above claims] Claim 2 wherein 
[containing graft polymers] graft polymer is based on at least 2 of the following 
monomers: chloroprene, 1,3-butadiene, isopropene, styrene, substituted 
styrenes, acrylonitrile, ethylene, propylene, vinyl acetate and (meth)acrylate 
with 1 to 1 8 C atoms in the alcohol component. 
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8. (Amended) Blends according to [any one of the above claims containing as] 
Claim 2 wherein component B) jsa graft [polymers] polymer of 

B.1 5 to 95 parts by weight of a mixture of 

B.1 . 1 50 to 99 parts by weight styrene, a-methylstyrene, styrenes 
substituted in the ring with halogen or methyl, methyl 
methacrylate or mixtures of these compounds and 

B.1 .2 1 to 50 parts by weight acrylonitrile, methacrylonitrile, methyl 
methacrylate, maleic anhydride, C1-C4 alkyi- or phenyl-N- 
substituted maleimides or mixtures of these compounds on 

B.2 5 to 95 [, preferably 20 to 70] parts by weight polymer with a glass 
transition temperature of less than -1 0°C. 

(Amended) Blends according to [any one of claims 1 to 8] Claim 2 containing 
1 0 to 90 parts by weight of component A) and 1 to 40 parts by weight of 
component B. 

10. (Amended) Blends according to [any one of claims 1 to 9] Claim 2 containing 
20 to 80 parts by weight of component A and 2 to 30 parts by weight of 
component B. 

12. (Amended) Blends according to [any one of the above claims,] Claim 1 which 
contain 0.01 to 35 wt.%, based on the total moulding composition, of at least 
one additional flame retardant. 

1 3. (Amended) Blends according to [any one of the above claims ] Claim 2 
containing 1 to 30 parts by weight of component C). 
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14. (Amended) Blends according to [any one of the above claims] Claim 2 further 
containing an extremely fine-particle compound of main groups 1 to 5 or of 
subgroups 1 to 8 of the periodic table with at least one element selected from 
the group of oxygen, sulfur, boron, carbon, phosphorus, nitrogen, hydrogen and 
silicon. 

1 5. (Amended) Blends according to [any one of the above claims] Claim 2 which 
further contain at least one additive from the group of stabilisers, pigments, 
mould release agents, flow promoters, inorganic reinforcing materials, 
nanoparticles and/or antistatic agents. 

Add the following: 

-18. A method of using the composition of Claim 1 comprising producing a molded 
article. 

1 9. A method of using the blend of Claim 2 comprising producing a molded 
article. 

20. A molded article comprising the composition of Claim 1 . 

21 . A molded article comprising the blend of Claim 2.- 
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FLAME-RESISTANT POLYCARBONATE MOLDING MATERIALS 

ABSTRACT OF THE DISCLOSURE 
A flame retardant molding composition is disclosed. The composition 
that contains polycarbonate and/or polyester carbonate and a phosphonate 
amines is characterized by its good level of mechanical properties, especially 
a high heat resistance, and exhibits low-juicing. An embodiment wherein the 
composition further contains a graft polymer is also disclosed. 
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I hereby certify that this paper or fee is being deposited with the United States 
Postal Service "Express Mail Post Office to Addressee' sen/ice under 37 CFR 
1 .10 on the date indicated above and is addressed to the Assistant Commissioner 
of Patents and Trademarks, Washington, M.aseay ^ ~^ ^ ^ «^ 
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^ (Name of jgrson mailipg paper or fee) 
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Flame-resistant polycarbonate moulding compositions 

JC13Rec'dPCT/PT0 27 FEB 2002 

The present invention relates to polycarbonate moulding compositions incorporating 

phosphonate amines, which are flame resistant and have a good level of mechanical 
properties, especially a high heat resistance, and are low-juicing. 



US-A 4 073 767 and 5 844 028 describe cyclic phosphorus compounds, including 
phosphorinane rings, as suitable flame retardants for polyurethanes, polyesters, 
polycarbonates and polyamides. In US-A 4 397 750, certain cyclic phosphonate esters 
are described as efficient flame retardants for polypropylene and other polyolefins. In 
US-A 5 276 066 and US-A 5 844 028 certain (1,3,2-dioxaphosphorinane 
mefhane)amines are described which can be used as flame retardants in polyurethanes, 
polyesters, styrene polymers, polyvinyl chloride, polyvinyl acetate or polycarbonate. 

US-A 3 505 431, French Patent 1 371 139, US-A 3 71 1 577, US-A 4 054 544 describe 
acycUc triphosphonate amines which are partly halogenated. 

In EP-A 0 640 655, moulding compositions of aromatic polycarbonate, styrene- 
containing copolymers and graft polymers are described, which can be rend^d flame 
resistant with monomeric and/or oligomeric phosphorus compoimds. 

In EP-A 0 363 608, flame-resistant polymer mixtures of aromatic polycarbonate, 
styrene-containing copolymer or graft copolymer and oligomeric phosphates as flame 
retardants are described. For some applications, such as for example moulded parts in 
the interior of housing parts, the heat resistance of these mixtures is often inadequate. 

In US-A 5 061 745 polymer mixtures of~aromatic^oIycarbonate7 ABS'graft polymCT 
and/or styrene-containing copolymer and monophosphates as flame retardants are 
described. The level of the stress cracking resistance of these mixtures is often 
inadequate for producing thin-walled housing parts. 
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The object of the present invention is therefore to provide flame-resistant PC moulding 
compositions which have excellent heat resistance, good mechanical properties and 
low volatility of the phosphorus components in the moulding composition (low- 
juidng). 

Surprisingly, it has now been fomd that, by using the phosphonate amines according 
to the invention, flame-resistant moulding compositions are obtained which give 
mouldings with a very good level of mechanical properties and outstanding heat 
resistance. 

The invention therefore provides compositions containing polycarbonate and 0.1 to 30 
parts by weight, preferably 1 to 25 parts by weight, particularly preferably 2 to 20 parts 
by weight, phosphonate amine of formula (I) 



A^y-N-By 



0), 



in which 



A denotes a group of the formula (Ua) 




'CHj-O- 



or(IIb) 




(lib) 



and R\ independeotly of one another, denote unsubstituted or substituted Cj-Cia 
alkyl or unsubstituted or substituted Cg-Cjo aiyl. 
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and R*, independently of one another, denote unsubstituted or substituted Cj-Cio 
alkyl or unsubstituted or substituted Q-Cm aryl, or 

and R* together denote unsubstituted or substituted C3-C10 alkylene, 

y signifies the numerical values 0, 1 or 2 and 

B independently denotes hydrogen, optionally halogenated C^-Cg alkyl, 
imsubstituted or substituted Q-Cjo aryl. 

The present invention preferably provides flame-resistant blends containing 

A) 5 to 95, preferably 10 to 90 parts by weight, particularly preferably 20 to 80 
parts by weight, aromatic polycarbonate and/or polyesta: carbonate 

B) 1 to 60, preferably 1 to 40 parts by weight, particularly preferably 2 to 30 parts 
by weight, of at least one graft polymer of 

B. 1 5 to 95, preferably 20 to 60 wt% one or more vinyl monomers on 

B.2 5 to 95, preferably 40 to 80 wt% one or more polymer backbones with 
a glass transition temperature of <10°C, preferably 0°C, particularly 
preferably <-20°C and an average particle size (djo value) of 0.05 to 
5 jun, preferably 0.20 to 0.35 pm, particularly preferably 0.25 to 
0.30 ixm, 

C) 0 to 50, preferably 1 to 30, particularly preferably 2 to 25, parts by^^^t 
thermoplastic vinyl (co)polymer and/or polyalkylene terephthalate. 
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D) 0.1 to 30 parts by weight, preferably 1 to 25 parts by weight, particularly 
preferably 2 to 20 parts by weight, phosphonate amine of formula (T) 

A3.y-N-By (J), 

in which 

A, B and y have the meaning given above and 

E) 0 to 5 parts by weight, preferably 0.1 to 1 part by weight, particularly 
preferably 0.1 to 0.5 parts by weight, fluorinated polyolefin, 

the sum of the parts by weight of aU the components A+B+Ch-D+E making 100. 

Component A 

Aromatic polycarbonates and/or aromatic polyester carbonates as in component A 
which are suitable according to the invention are known from the Uterature or can be 
prepared by methods known from the literature (for the preparation of aromatic 
polycarbonates see for example Schnell, "Chemistry and Physics of Polycarbonates", 
Interscience Pubhshers, 1964, and DE-AS 1 495 626, DE-OS 2 232 877, DE-OS 2 703 
376, DE-OS 2 714 544, DE-OS 3 000 610, DE-OS 3 832 396; for the preparation of 
aromatic polyester carbonates e.g. DE-OS 3 077 934). 

Aromatic polycarbonates are prepared e.g. by reacting diphenols with carbonic acid 
halides, preferably phosgene and/or with aromatic dicarboxyhc acid dihalides, 
preferably benzenedicarboxylic acid dihahdes, by the phase boundary process, 
optionally using chain terminators, for example monophenols, and^optionally using 
trifimctional or more than trifimctional branching agents, for example triphenols or 
tetraphenols. 
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Diphenols for the preparation of the aromatic polycarbonates and/or aromatic polyester 
carbonates are preferably those of formula (UT) 



(?)x 




A' is a single bond, Cj-Cj alkylene, C2-C5 alkylidene, Cj-Cg cycloalkylidene, -0-, - 
SO-, -CO-, -S-, -SO2-, Cfi-Ciz arylene, which can be condensed with other 
aromatic rings optionally containing heteroatoms, or a group of the formula 




or a group of the formula (V) 




6h, 

B independently of one another, is Cj-Cg alkyl, preferably Cj-C^ alkyl, especially 
methyl, halogen, preferably chlorine and/or bromine, Q-Cjo aryl, preferably 
phenyl, C7-C12 aralkyl, phenyl C1-C4 alkyl, preferably benzyl, 

X each independently of one another, is 0, 1 or 2, 

p is 1 or 0 and 
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and selectable individually for each Z, independently of one another, signify 
hydrogen or Cj-Cg alkyi, preferably hydrogen, methyl and/or ethyl, 

Z signifies carbon and 

m signifies an integer from 4 to 7, preferably 4 or 5, 
with the proviso that, on at least one atom Z, 
R' and R* are both alkyl. 

Preferred diphenols are hydroquinone, resorcinol, 4,4'-dihydroxydiphenyl, 
bis(hydroxyphenyl) C1-C5 alkanes, bis(hydroxyphenyl) Cj-Cg cycloalkanes, 
bis(hydroxyphenyl) ethere, bis(hydroxyphenyl) sulfoxides, bis(hydroxyphenyl) 
ketones, bis(hydroxyphenyl) sulfones and a,a-bis(hydroxyphenyl) 
diisopropylbenzenes and the ring-brominated and/or ring-chlorinated derivatives 
thereof. 

Particularly preferred diphenols are 4,4'-diphenylphenol, bisphenolA, 2,4-bis(4- 
hydroxyphenyl)-2-methylbutane, 1 , 1 -bis(4-hydroxyphenyl)cyclohexane, 1 , 1 -bis(4- 
hydroxyphenyl)-3,3,5-trimethylcyclohexane, 4,4'-dihydioxydiphenyl sulfide, 4,4'- 
dihydroxydiphenyl sulfone and the di- and tetrabrominated or chlorinated derivatives 
thereof such as, for example, 2,2-bis(3-chloro-4-hydroxyphenyl)propane, 2,2-bis(3,5- 
dichloro-4-hydroxyphenyl)propaneor2,2-bis(3,5-dibromo-4-hydroxyphenyl)propane. 

2,2-Bis(4-hydroxyphenyl)propane (bisphenol A) is particularly preferred. 

The diphenols can be used individuaUy or as any mixtures. 

The diphenols are known fiiom the hterature or are obtainable by methods known from 
the literature. 
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Suitable chain teraiinators for the preparation of the thermoplastic, aromatic 
polycarbonates are, for example, phenol, p-chlorophenol, p-tert.-butylphenol or 2,4,6- 
tribromophenol, but also long-chain alkylphenols, such as 4-(l,3- 
tetramethylbutyl)phenol according to DE-OS 2 842 005 or monoalkylphenol or 
dialkylphenols with a total of 8 to 20 C atoms in the alkyl substituents, such as 3,5-di- 
tert.-butylphenol, p-isooctylphenol, p-tert-octylphenol, p-dodecylphenol and 2-(3,5- 
dimethyIheptyl)phenol and 4-(3,5-dimethyIhq)tyl)phenol. The quantity of chain 
terminators to be used is generally between 0.5 mole % and 10 mole %, based on the 
sum of moles of the diphenols used in each case. 

The thermoplastic, aromatic polycarbonates have average weight average molecular 
weights (M^ measured e.g. by ultracentrifuge or nephelometry) of 10 000 to 200 000, 
preferably 20 000 to 80 000. 

The thermoplastic, aromatic polycarbonates can be branched by known means, 
preferably by incorporating 0.05 to 2.0 mole %, based on the sum of tiie diphenols 
used, of > trifunctional compounds, e.g. those with > three phenolic groups. 

Both homopolycarbonates and copolycarbonates are suitable. To prepare 
copolycarbonates according to the invention as coaq)onent A, it is also possible to use 
1 to 25 wt%, preferably 2.5 to 25 wt% (based on the total quantity of diphenols to be 
used), polydiorganosiloxanes with hydroxy-aryloxy end groups. These are known (cf. 
for example US patent 3 419 634) or can be prepared by methods known from the 
literature. The preparation of polydiorganosiloxane-containing copolycarbonates is 
described e.g. in DE-OS 3 334 782. 



Preferred polycarbonates are, in addition to bisphenol A homopolycarbonates, the 
copolycarbonates of bisphenol A with up to 15 mole %, based on the sums of moles of 
diphenols, other diphenols mentioned as preferred or particular^ preferred, ^ecially 
2,2-bis(3,5-dibromo-4-hydroxyphenyl)propane. 
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Aromatic dicarboxylic acid dihalides for the preparation of aromatic polyester 
carbonates are preferably the diacid dichlorides of isophthalic add, torephthalic acid, 
diphenyl ether-4,4'-dicarboxylic acid and of 2,6-naphthalenedicarboxylic acid. 

Mixtures of the diacid dichlorides of isophthalic acid and terephthaUc acid in a ratio of 
between 1 :20 and 20: 1 are particidarly preferred. 

In the preparation of polyester carbonates, a carbonic acid haUde, preferably phosgene, 
is addition^y incorporated as a bifimctional acid derivative. 

In addition to the monophenols already mentioned, their chloroformates and tiie acid 
chlorides of aromatic monocarboxyKc acids which can optionally be substituted by Ci- 
C22 alkyl groups or by halogen atoms, and aliphatic C2-C22 monocarboxyhc acid 
chlorides, are also suitable as chain terminators for the preparation of the aromatic 
polyester carbonates. 

The quantity of chain terminators is 0.1 to 10 mole % in each case, based on moles of 
diphenol in the case of phenolic chain terminators and on moles of dicarboxylic acid 
dichlorides in the case of monocarboxylic acid chloride chain terminators. 

The aromatic polyester carbonates can also contain incorporated aromatic 
hydroxycarboxylic acids. 

The aromatic polyester carbonates can be both linear and branched by a known method 
(cf. also DE-OS 2 940 024 and DE-OS 3 007 934). 

Examples of branching agents which can be used are trifunctional or polyfimctional 
carboxylic acid chlorides, such as trimesic acid trichloride, cyanuric acid trichloride, 
3,3'-4,4'-benzophenonetetracarboxylic acid tetrachloride, 1,4,5,8- 

n^hthalenetetracarboxylic acid tetrachloride or pyromelHtic acid tetrachloride, in 
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quantities of 0.01 to 1.0 mole % (based on dicarboxylic acid dichlorides used) or 
trifunctional or polyfunctional phenols, such as phloroglucinol, 4,6-dimethyl-2,4,6- 
tri(4-hydroxyphenyl)h.eptene-2, 4,4-dime^yl-2,4,6-tri(4-hydroxyplienyl)heptane, 1 ,3,5- 
tri(4-hydroxyphenyl)benzene, l,l,l-tri(4-hydroxyphenyl)ethane, tri(4- 

hydroxyphenyl)phenyImethane, 2,2-bis[4,4-bis(4-hydroxyphenyl)cyclohexyl]propane, 
2,4-bis(4-hydroxyphenylisopropyl)phenol, tetra(4-hydroxyphenyl)methane, 2,6-bis(2- 
hydroxy-5-methyIben2yl)-4-methylphenol, 2-(4-hydroxyphenyl)-2-(2,4- 
dihydroxyphenyl)propane, tetra-(4-[4-hydroxyphenylisopropyl]phenoxy)methane, 1 ,4- 
bis[4,4'-dihydroxytriphenyl)methyl]benzene, in quantities of 0.01 to 1.0 mole %, based 
on diphenols used. Phenolic branching agents can be placed in the initial mixture with, 
the diphenols; acid chloride branching agents can be added togetiier with the acid 
dichlorides. 

In the thermoplastic, aromatic polyester carbonates, the proportion of carbonate 
structural units can be varied at will. 

The proportion of carbonate groups is preferably up to 100 mole %, especially up to 
80 mole %, particularly preferably up to 50 mole %, based on the sum of ester groups 
and carbonate groups. 

Both the ester portion and the carbonate portion of the aromatic polyester carbonates 
can be present in the form of blocks or randomly distributed in the polycondensate. 

The relative solution viscosity (T]reD of the aromatic polyester carbonates is in the range 
of 1.18 to 1.4, preferably 1.22 to 1.3 (measured on solutions of 0.5 g polyester 
carbonate in 100 ml methylene chloride solution at 25''C). 

The thermoplastic, aromatic polycarbonates and polyester carbonates can be used 
alone or in any mixture with one another. 
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Component B 

Component B according to the invention represents graft polymers. These comprise 
graft copolymers with rubber-elastic properties, which are substantially obtainable 
from at least 2 of the following monomers: chloroprene, 1,3-butadiene, isopropene, 
styrane, substituted styrenes, acrylonitrile, ethylene, propylene, vinyl acetate and 
(meth)acrylates with 1 to 18 C atoms in the alcohol component; i.e. polymers as 
described e.g. in "Methoden der Qrganischen Chemie" (Houben-Weyl), vol. 14/1, 
Georg Thieme-Verlag, Stuttgart 1961, p. 393-406 and in C.B. Bucknall, 'Toughened 
Plastics", Appl. Science Publishers, London 1977. Preferred polymers B are partially 
crosslinked and possess gel contents of more than 20 wt.%, preferably more than 
40 wt.%, especially more than 60 wt.%. 

Preferred graft polymers B comprise graft polymers of: 

B. 1 5 to 95, preferably 30 to 80 parts by weight of a mixture of 

B.1.1 50 to 99 parts by weight styrene, a-methylstyrene, styrenes 
substituted in the ring with halogen or metiiyl, methyl 
methacrylate or mixtures of these compounds and 

B.1.2 1 to 50 parts by weight acrylonitrile, methacrylonitrile, methyl 
methacrylate, maleic anhydride, C1-C4 alkyl- or phenyl-N- 
substituted maleimides or mixtures of these compounds on 

B.2 5 to 95, preferably 20 to 70 parts by weight polymer with a glass 
transition tanperature of less than -lO^C, preferably based on diene 
and/or alkyl acrylate. 

Particularly preferred as polymer backbone B.2 is polybutadiene with optionally up to 
30 wt.% styrene or acrylonitrile as comonomer. 
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Preferred graft polymers B are e.g. polymer backbones B.2 such as polybutadiene, 
butadiene/styrene copolymers and polyacrylate rubbers grafted with styraie and/or 
acrylonitrile and/or alkyl (meth)acrylates; i.e. copolymers of the type described in DE- 
5 OS 1 694 173 (=US-A 3 564 077); polybutadienes, butadiene/styrene or 
butadiene/acrylonitrile copolymers, polyisobutenes or polyisoprenes grafted with alkyl 
aciylates or methacrylates, vinyl acetate, acrylonitrile, styrene and/or alkyl styrenes, as 
described e.g. in DE-OS 2 348 377 (=US-A 3 919 353). 

1 0 Particularly preferred polymers B are e.g. ABS polymers, as described e.g. in DE-OS 2 
i j 035 390 (=US-A 3 644 574) or in DE-OS 2 248 242 (=GB-B 1 409 275). 

g 

f=j Particularly preferred graft polymers B are obtainable by the grafting reaction of 

3 

\| 15 a 10to70,preferably 15 to 50, especially 20 to 40 wt.%, based on graft polymer 
Q B, of at least one (meth)aciylate or 10 to 70, preferably 15 to 50, especially 20 

\M to 40 wt.% of a mixture of 10 to 50, preferably 20 to 35 wt.%, based on 

M mixture, acrylonitrile or (meth)acrylate and 50 to 90, preferably 65 to 80 wt.%, 

ill based on mixture, styrene, as graft B. 1 on 

20 

P 30 to 90, preferably 50 to 85, especially 60 to 80 wt.%, based on graft polymer 
B, of a butadiene polymer with at least 50 wt%, based on p, of butadiene 
groups as polymer backbone B.2. 

25 The gel content of the polymer backbone P is preferably at least 70 wt.% (measured in 
toluene), the degree of grafting G 0.15 to 0.55 and the average particle diameter djo of 
the graft polymer B.2 0.05 to 2 |Lim, preferably 0. 1 to 0.6 \jm. 

(Meth)acrylates a are esters of acrylic acid or methacryhc acid with monohydric 
30 alcohols with 1 to 18 C atoms. Particularly preferred are methyl methacrylate, ethyl 
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methaciylate and propyl methacrylate, n-butyl acrylate, t-butyl acrylate and t-butyl 
methacrylate. 

In addition to butadiene groups, the polymer backbone p can contain up to 50 wt.%, 
based on p, groups of other ethylenically unsaturated monomers, such as styrene, 
aciylonitrile, esters of acrylic or methacrylic acid with 1 to 4 C atoms in the alcohol 
component (such as methyl acrylate, ethyl acrylate, methyl methacrylate, ethyl 
methacrylate), vinyl esters and/or vinyl ethers. The preferred polymer backbone p 
consists of pure polybutadiene. 

The degree of grafting G refers to the weight ratio of grafting monomers grafted on to 
the polymer backbone and is dimensionless. 

The average particle size d^o is the diameter above and below which 50 wt.% of the 
particles respectively Me. It can be determined by means of ultracentriftige 
measurement (W. Scholtan, H. Lange, Kolloid, Z. imd Z. Polymere 250 (1972), 782- 
796). 

Particularly preferred polymers B are e.g. also graft polymers of 

T. 20 to 90 wt.%, based on cornponent B, polyacrylate rubber with a glass 
transition temperature of <-20°C as polymer backbone B.2 and 

S 10 to 80 wt.%, based on component B, of at least one polymerisable, 
efhylenically unsaturated monomer as graft monomers C. 1 . 

The polyacrylate rubbers t of polymers B are preferably polymers of alkyl acrylates, 
optionally with up to 40 wt.%, based on t, of other polymerisable, ethylenically 
unsaturated monomers. The preferred polymerisable acrylates include Cj-Cj alkyl 
esters, e.g. methyl, ethyl, butyl, n-octyl and 2-etiiylhexyl ^ters; halogen- alkyl esters. 
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preferably halogen Ci-Cg alkyl esters such as chloroethyl acrylate, and mixtures of 
these monomers. 

Monomers with more than one polymerisable double bond can be copolymerised for 
the purpose of crosslinking. Preferred examples of crosslinking monomers are esters of 
unsaturated monocarboxyUc acids with 3 to 8 C atoms and unsaturated monohydric 
alcohols with 3 to 12 C atoms or saturated polyols with 2 to 4 OH groups and 2 to 20 
C atoms, such as e.g. ethylene glycol dimethacrylate, allyl methaciylate; 
polyunsaturated heterocyclic compounds, such as e.g. trivioyl and triallyl cyanurate; 
polyiunctional vinyl compounds, such as di- and trivinylbenzenes; but also triaUyl 
phosphate and diallyl phthalate. 

Preferred crosslinking monomers are allyl methacrylate, ethylene glycol dimethy 
acrylate, diallyl phthalate and heterocyclic compounds having at least 3 ethylenically 
unsaturated groups. 

Particularly preferred crosslinking monomers are the cyclic monomers triallyl 
cyanurate, triallyl isocyanurate, trivinyl cyanurate, triacryloylhexahydro-s-triazine, 
triallyl benzenes. 

The quantity of the crosslinking monomeis is preferably 0.02 to 5, especially 0.05 to 
2 wt%, based on the polymer backbone x. 

When using cyclic crosslinking monomers with at least 3 ethylenically unsaturated 
groups, it is advantageous to limit the quantity to less than 1 wt% of the polymer 
backbone x. 

Preferred "other" polymerisable, ethylenically unsaturated monomers that can 
optionally be used for the preparation of the polymer backbone x in addition to the 
acrylates are e.g. acrylonitrile, styrene, a-methylstyrene, acrylaraide, vinyl Ci-Ce alkyl 
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efher, methyl methacrylate, butadieae. Preferred polyacrylate rubbers as polymer 
backbone t are emulsion polymers having a gel content of at least 60 wt.%. 

Other suitable polymer backbones according to B.2 are silicone rubbers with graft- 
active points as described in DE-OS 3 704 657, DE-OS 3 704 655, DE-OS 3 631 540 
andDE-OS3 631539. 

The gel content of the polymer backbone B.2 is determined at 25 °C in 
dimethylfonnamide (M. HofiBnann, H. Kidmer, R. Kuhn, Polymeranalytik I and n, 
Georg Thieme-Verlag, Stuttgart 1977). 

The graft polymers B can be prepared by known processes such as bulk, suspension, 
emulsion or bulk suspension processes. 

Since it is known that, during the grafting reaction, the grafting monomers are not 
necessarily completely grafted on to the polymer backbone, graft polymers B 
accoiding to the invention are also understood to be those products obtained by 
polymerisation of the graft monomers in the presence of the polymer backbone. 

The average particle size djo is the diameter above and below which 50 wt.% of the 
particles respectively lie. It can be determined by means of ultracentrifiige 
measurement (W. Scholtan, H. Lange, KoUoid, Z. und Z. Polymere 250 (1972), 782- 
796). 

Since it is known that, during the grafting reaction, the grafting monomers are not 
necessarily conipletely grafted on to the polymer backbone, graft polymers B 
according to the invention are also understood to be those products obtained by 
(co)polymerisation of the graft monomers in the presence of the polymer backbone 
and formed during working up. 
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Component C 

Component C comprises one or more thermoplastic vinyl (co)polymers C.1, 
polyalkylene terephthalates C.2 or mixtures thereof. 

Suitable as (co)polymers C.l are polymers of at least one monomer from the group of 
vinyl aromatics, vinyl cyanides, such as unsaturated nitriles, Cj-Cg alkyl 
(meth)aciylates, unsaturated carboxylic acids and derivatives such as anhydrides and 
imides of unsaturated carboxylic acids. 

Especially suitable are (co)polymers of 

C.1.1 50 to 99 parts by weight of vinyl aromatics and/or ring-substituted vinyl 
aromatics, such as e.g. styrene, a-methylstyrene, p-methylstyrene, p- 
chlorostyrene, and/or C1-C4 alkyl methacrylates such as e.g. methyl 
methacrylate, ethyl methacrylate, and 

C.1.2 1 to 50 parts by weight of vinyl cyanides such as unsaturated nitriles, e.g. 
acrylonitrile and methacrylonitrile and/or Cj-Cg alkyl (meth)acrylates, e.g. 
methyl methacrylate, n-butyl acrylate, t-butyl acrylate, and/or unsaturated 
carboxylic acids such as maleic add and/or derivatives, such as anhydrides and 
imides of unsaturated carboxylic adds, such as e.g. maleic anhydride and N- 
phenylmaleimide. 

The (co^^olymers C.l are resinous, themioplastic and rubber-free. 

Copolymers of C. 1 . 1 styrene and C. 1 .2 acrylonitrile are particularly preferred. 

The (co)polymers according to C.l are known and can be prepared by radical 
polymerisation, especially by emulsion, suspensian, solution or bulk |x>Iymeri,sation. 
The (co)polymers according to component C preferably possess molecular wdghts M„ 
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(weight average, detammed by light scattering or sedimentation) of between 15 000 
and 200 000. 

The polyalkylene terephthalates of component C.2 are reaction products of aromatic 
dicarboxylic acids or their reactive derivatives, such as dimethyl esters or anhydrides, 
and aliphatic, cycloaliphatic or araliphatic diols and mixtures of these reaction 
products. 

Preferred polyaliylene terephthalates contain at least 80 wt.%, preferably at least 
90 wt.%, based on the dicarboxylic acid component, terephthahc acid groups and at 
least 80 wt.%, preferably at least 90 mole %, based on the diol component, ethylene 
glycol and/or 1,4-butanediol groups. 

In addition to terephthalic acid esters, the preferred polyalkylene terephthalates can 
contain up to 20 mole %, preferably up to 10 mole %, groups of other aromatic or 
cycloaliphatic dicarboxylic acids with 8 to 14 C atoms or aliphatic dicarboxyUc acids 
with 4 to 12 C atoms, such as e.g. groups of phthaHc acid, isophthalic add, 2,6- 
naphthdenedicaiboyxlic acid, 4,4'-diphenyldicarboxylic acid, succinic acid, adipic 
acid, sebadc acid, azelaic acid, cyclohexanediacetic acid. 

In addition to ethylene glycol or 1,4-butanediol groups, the preferred polyalkylene 
terephthalates can contain up to 20 mole %, preferably up to 10 mole %, other 
aliphatic diols with 3 to 12 C atoms or cycloaliphatic diols with 6 to 21 C atoms, e.g. 
groiqjs of 1,3-propanediol, 2-ethyl-l,3-propanediol, neopentyl glycol, 1,5-pentanediol, 
1,6-hexanediol, 1,4-cyclohexanedimethanol, 3-ethyl-2,4-pentanediol, 2-methyl-2,4- 
pentanediol, 2,2,4-trimethyl-l,3-pentanediol, 2-ethyl-l,3-hexanediol, 2,2-diethyl- 1,3- 
propanediol, 2,5-hexanediol, l,4-di(B-hydroxyethoxy)benzene, 2,2-bis(4- 
hydroxycyclohexyl)propane, 2,4-dlhydroxy-l,l,3,3-tetramethylcyclobutane, 2,2-bis(4- 
6-hydroxyethoxyphenyl)propane and 2,2-bis(4-hydroxypropoxyphenyl)propane (DE- 
OS 2 407 674, 2 407 776, 2 715 932). 
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The polyalkylene terephthalates can be branched by incorporating relatively small 
quantities of 3- or 4-hydric alcohols or 3- or 4-basic carboxyHc acids, e.g. according to 
DB-OS 1 900 270 and US-A 3 692 744. Examples of preferred branching agents are 
trimesic acid, trimellitic acid, trimethylolethane and -propane and pentaerythritol. 

5 

Particidarly preferred are polyalkylene terephthalates which have been prepared solely 
from terephthalic acid and the reactive derivatives thereof (e.g. its dialkyl esters) and 
ethylene glycol and/or 1,4-butanediol, and mixtures of these polyalkylene 
terephthalates. 

10 

Mixtures of polyalkylene terephthalates contain 1 to 50 wt.%, preferably 1 to 30 wt.%, 
polyethylene terephthalate and 50 to 99 wt.%, preferably 70 to 99 wt.%, polybutylene 
terephthalate. 

15 The polyalkylene terephthalates preferably used generally possess an intrinsic 
viscosity of 0.4 to 1.5 dl/g, preferably 0.5 to 1.2 dl/g, measured in phenol/o- 
dichlorobenzene (1:1 parts by weight) at 25°C in an Ubbelohde viscometer. 

The polyalkylene terephthalates can be prepared by known methods (c£ e.g. 
20 Kunststoff-Handbuch, vol. Vm, p. 695 et seq., Carl-Hanser-Verlag, Munich 1973). 

Component P 

The moulding compositions according to the invaition contain as flame retardanis at 
25 least one phosphonate amine of formula (T) 

A3.,-N-By ®, 



in which 
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,X >-CH3- >-CH, 

^ CH—O^ R*. — 



wherein 

5 R', R^ and R"* and also B and y have the meaning given above. 

B preferably denotes, independently, hydrogen, ethyl, n- or iso-propyl, which can 
be substituted by halogen, unsubstituted Q-Cio aiyl or Cg-Cjo axyl substituted 
by C1-C4 alkyl and/or halogen, especially phenyl or naphthyl. 

10 

AQcyl in R*, R^, R' and R'* independently denotes preferably methyl, ethyl, n-propyl, 
iso-propyl, n-, iso-, sec.- or tert.-butyl, pentyl or hexyl. 

Substituted alkyl in R', R^ R' and R'* independently denotes preferably halogen- 
1 5 substituted Cj-Cjo alkyl, especially mono- or disubstituted methyl, ethyl, n-propyl, iso- 
propyl, n-, iso-, sec.- or tert.-butyl, pentyl or hexyl. 

R^ and R", together with the carbon to which they are bonded, preferably form 
cyclopentyl, cyclohexyl, cycloheptyl or cyclooctyl, especially cyclopentyl or 
20 cyclohexyl. 

hi R^ R^ R^ and R'', Q-Cjo aryl independently denotes preferably phenyl, naphthyl or 
bin^htiiyl, especially o-phenyl, o-n^hthyl, o-bin^hthyl, which can be substituted 
(generally mono-, di- or trisubstituted) by halogoa. 

■■^5 

The following are mentioned as preferable and by way of examples: 5,5,5'5',5",5"- 
hexamethyltris(l,3,2-diox^hosphoriiianeme11iane)amin-2,2',2"-trioxide of formula 
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-N 



a-1) 



3 



(experimental product XPM 1000 from Solutia Inc., St Louis, USA) 
l,3,2-dioxaphosphorinane-2-methananiine, N-butyl-N[(5,5-dimethyl-l,3,2-dioxaphos- 
phoriiian-2-yl)methyl]-5,5-dimethyl-, P,2-dioxides; l,3,2-dioxaphosphorinane-2- 
methanamine, N-[(5,5-dimethyl-l ,3,2-dioxaphosphorinan-2-yl)methyl]-5,5-dimethyl- 
N-phenyl-, P,2-dioxide; l,3,2-dioxaphosphorinane-2-methanamine, NJ^-dibiityl-5,5- 
dimethyl-, 2-oxide, l,3,2-dioxaphosphorinane-2-methanaimne, N-[(5,5-dimethyl- 
l,3,2-dioxaphosphorinan-2-yl)methyl]-N-ethyl-5,5-dimethyl-, P,2-dioxide, 1,3,2- 
dioxaphosphorinane-2-methanamine, N-butyl-N-[(5,5-dichloromethyl-l,3,2-dioxa- 
phosphorinan-2-yl)methyl]-5,5-dichloromethyl-, P,2-dioxide, 1,3,2- 

dioxaphosphorinane-2-methanamine, N-[(5,5-dichloromethyI- 1 ,3 ,2-dioxaphosphor- 
inan-2-yl)methyl]-5,5-dichloromethyl-N-phenyl, P,2-dioxide; 1,3,2- 

dioxaphosphorinane-2-methananiine, N,N-di-(4-chIorobutyl)-5,5-dimethyl-2-oxides; 
l,3,2-dioxaphosphorinane-2-methanirnine, N-[(5,5-dimetihyl-l,3,2-dioxaphosphorinan- 
2-yI)methane]-N-(2-cllloroe1ilyl)-5,5-di(chlo^omethyl)-,P2-dioxide. 

The following are also preferred: 

Compounds of formulae (1-2) or (1-3) 




CH— O' 



3 




3 



(1-3) 



wherein 
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R*, R^ and R" have the meanings given above. 

Compounds of formulae (1-2), (I-l) are particularly preferred. The individual 
cordpounds mentioned above are also particularly preferred. 

The compounds of formula (T) can be prepared by the following methods: 

a) PCI3 is added to a mixture of 1,3-diol derivatives, water and an organic solvent 
at a temperature of 10-60°C. A 5,5-substituted l,3,2-dioxaphosphorinane-2- 
oxide of fomiula (la) 



is obtained, wherein R' and R^ have the meaning given above, 

b) after purification, the l,3,2-dioxaphosphorinane-2-oxide is reacted in para- 
formaldehyde with an amine ByNH3.y, wherem B and y have the meaning ^ven 



c) after purifying again and drying, the phosphonate amine of formula (T) is 




'CH— O- 



above, 



obtained. 



A detailed description of the preparation method can be taken from US patent 
specification 5 844 028. 
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Component E 

The fluormated polyolefins E are of higt molecular weight and possess glass transition 
temperatures of more than -30°C, generally more than 100°C, fluorine contents, 
5 preferably of 65 to 76, especially of 70 to 76 wt.%, average particle diameters djo of 
0.05 to 1 000, preferably 0.08 to 20 ^im. The fluorinated polyolefins E generally have a 
density of 1.2 to 2.3 g/cm^ Preferred fluorinated polyolefins E are 
polytetrafluoToethylene, polyvinylidene fluoride, tetrafluoroethylene 
(hexafluoropropylene and ethylene/tetrafluoroelhylene copolymers. The fluorinated 

1 0 polyolefins are known (c£ "Vinyl and Related Polymers" by Schildknecht, John Wiley 
& Sons, Inc., New York, 1962, pages 484-494; "Fluorpolymers" by Wall, Wiley- 
Interscience, John Wiley & Sons, Inc., New York, volume 13, 1970, pages 623-654; 
'•Modem Plastics Encyclopedia", 1970-1971, volume 47, part 10 A, October 1970, 
McGraw-Hill Inc., New York, pages 134 and 774; "Modem Plastics Encyclopedia", 

15 1975-1976, October 1 975, volume 52, part 1 0 A, McGraw-Hill Inc., New York, pages 
27, 28 and 472 and US-A 3 671 487, 3 723 373 and 3 838 092). 

They can be prepared by known methods, for example by polymerisation of 
tetrafluoroethylene in an aqueous medium with a fi«e radical-forming catalyst, e.g. 
20 sodium, potassium or ammonium peroxydisulfate at pressures of 7 to 71 kg/cm^ and at 
temperatures of 0 to 200°C, preferably at temperatures of 20 to 100°C. (For fiirther 
details, cf. e.g. US patent 2 393 967). Depending on the form in which they are used, 
the demity of these materials can be between 1.2 and 2.3 g/cm^, and the average 
particle size between 0.5 and 1 000 ^m. 

25 

Preferred fluorinated polyolefins E according to the invention are tetrafluoroethylene 
polymers with average particle diameters of 0.05 to 20 lan, preferably 0.08 to 10 [im, 
and a density of 1.2 to 1.9 g/cm^ and are preferably used in the form of a coagulated 
mixture of emulsions of the tetrafluoroethylene polymers E with emulsions of the graft 
30 polymers B. 
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SuiM>le fluorinated polyolefins E which can be used in powdered form are 
tetrafiuoroefhylene polymers with average particle diameters of 100 to 1 000 \im and 
densities of 2.0 g/cm^ to 2.3 g/cm'. 

Other preferred preparations are the fluorinated polyolefins E: 

E.l) as a coagulated mixture with at least one of components A to C, the fluorinated 
polyolefin E or polyolefin mixture in the form of an emulsion being mixed 
with at least one emulsion of components A to C and then coagulated 

or 

E.2) as a precompound with at least one of components A to C, the fluorinated 
polyolefins E in the form of a powder being blended with a powder or granules 
of at least one of components A to C and conipounded in the melt, generally at 
temperatures of 208°C to 330°C in the conventional equipment such as internal 
mixers, extruders or double-shaft screws. 

Preferred preparations for the fluorinated polyolefins E are coagulated mixtures with a 
graft polymer B or a vinyl (co)polymer C.l. 

To prepare a coagulated mixture of B and E, an aqueous emulsion (latex) of a graft 
polymer B is first blended with a fine-particle emulsion of a fluorinated polyolefin E; 
suitable emulsions of fluorinated polyolefins usually possess solids contents of 30 to 
70 wt.%, especially 50 to 60 wt%, preferably 30 to 35 wt.%. 

The quantity stated in the description of components A, B and C does not contain the 
proportion of the graft polymer, vinyl (co)polymer or polycarbonate for the coagulated 
mixture according to E.l) and E.2). 
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The equilibiitim ratio of graft polymer B or (co)polymers to the fluorinated polyolefin 
E in the emulsion mixture is 95:5 to 60:40, preferably 90:10 to 50:50. The emulsion 
mixture is then coagulated by known means, e.g. by spray drying, freeze drying or 
coagulation by means of adding inorganic or organic salts, acids, bases or organic, 
5 water-miscible solvents, such as alcohols, ketones, preferably at temperatures of 20 to 
150°C, especially 50 to 100°C. If necessary, drying may be carried out at 50 to 200°C, 
preferably 70 toWC. 

Suitable tetrafluoioethylene polymer emulsions are commercial products and are 
1 0 available for example from DuPont as Teflon 30 N. 

The moulding compositions according to the invention can contain at least one of the 
conventional additives, such as lubricants and mould release agents, nucleating agents, 
antistatic agents, stabilisers and dyes, pigments and/or reinforcing materials. Suitable 
15 inorganic reinforcing materials are glass fibres, optionally cut or groimd, glass beads, 
glass spheres, lamellar reinforcing material such as kaolin, talc, mica, carbon fibres. 
Cut or ground glass fibres, preferably with a length of 1 to 10 mm and a diameter of 
<20 nm are preferably used as reinforcing material in a quantity of 1 to 40 parts by 
weight; the glass fibres are preferably surface-treated. 

20 

In addition, the moulding compositions according to the invention can contain at least 
one polar compound of at least one of the metals of main groups 1 to 5 or of subgroups 
1 to 8 of the periodic table with at least one element selected firom the group of 
oxygen, sulfiir, boron, carbon, phosphorus, nifrogen, hydrogen and silicon as an 
25 extremely JBnely divided inorganic powder. An oxide or hydroxide, preferably T1O2, 
SiOa, SnOz, ZnO, boehmite, ZrOj, AI2O3, iron oxides, mixtures thereof and doped 
compounds are preferably used as the polar conqwund, particularly preferably 
boehmite or TiOj, with an average particlediameter of <200 nm^~preferably 0.1 - 
1 00 mn, particularly preferably 1-50 nm. 

30 . . 
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The moulding compositions according to the invention can contain one or more 



additional flame retardants, optionally having a synergistic action. Organic halogen 
compotmds such as decabromobisphenyl ether, tetrabromobisphenol, inorganic 
halogen compounds such as ammonium bromide, nitrogen compounds such as 
melamine, melamine-formaldehyde resins, inorganic hydroxide compounds such as 
Mg, Al hydroxide, inorganic compoimds such as antimony oxides, barium metaborate, 
hydroxoantimonate, zirconium oxide, zirconium hydroxide, molybdenum oxide, 
ammonium molybdate, zinc borate, ammonium borate and tin oxide and also siloxane 
compoimds are mentioned as examples of other flame retardants. These flame 
retardants are generally added in a quantity of up to 20 wt.% (based on the total 
moulding composition). 

In addition, phosphorus compounds of formula (VI) 



R', and R', independently of one another, are an optionally halogenated Ci-Cg alkyl 
or an optionally halogenated and/or alkylated Cj-Cg cycloalkyl or an optionally 
iialogenated and/or alkylated and/or aralkylated Q-C30 aryl, and 

**n" and "1", independently of one another, are 0 or 1, 

are suitable as flame retardants 



R^^ — (O)— P— (O)— 




in which 



These phosphorus con:q)ounds are generally known (c£ e.g. Ullmaim, Enzyklopadie 
der technischen Chemie, vol. 18, pages 301 et seq., 1979 and EP-A 345 522. The 
^alkylated phosphorus compounds are described e.g: in DE-OS 38 24 356. 
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Optionally hdogenated Cj-Cg alkyl groups according to (VT) can be mono- or 
polyhalogenated, linear or branched. Examples of alkyl groups are chloroethyl, 2- 
chloropropyU 2,3-dibromopropyl, butyl, methyl or octyl. 

Optionally halogenated and/or alkylated C5-Q cycloalkyls according to (VI) are 
optionally mono- to polyhalogenated and/or alkylated C5 or Cg cycloalkyls, i.e. e.g. 
cyclopentyl, cyclohexyl, 3,3,5-trimethylcyclohexyl and completely chlorinated 
cyclohexyl. 

Optionally halogenated and/or alkylated and/or aralkylated C^-C^o aryl groups 
according to (VI) are optionally mono- or polynuclear, mono- or polyhalogenated 
and/or alkylated and/or aralkylated, e.g. chlorophenyl, bromophenyl, 
pentachlorophenyl, pentabromophenyl, phenyl, cresyl, isopropylphenyl, benzyl- 
substituted phenyl and naphthyl. 

R^, R* and R' preferably denote, independently of one another, methyl, ethyl, butyl, 
octyl, phenyl, cresyl, cumyl or naphthyl. R^ R* and R' particularly preferably denote, 
independently of one another, methyl, ethyl, butyl, phenyl optionally substituted by 
methyl and/or ethyl. 

Phosphorus compounds according to formula (VI) which can be used according to the 
invention are e.g. tributyl phosphate, tris(2-chloroethyl) phosphate, tris(2,3- 
dibromopropyl) phosphate, triphenyl phosphate, tricresyl phosphate, diphenyl cresyl 
phosphate, diphenyl octyl phosphate, diphenyl-2-ethyl cresyl phosphate, tri(isopropyl 
phenyl) phosphate, tris(p-benzyl phenyl) phoq)hate, triphenylphosphine oxide, 
dimethyl methanephosphonate, dipentyl methanephosphonate and diethyl 
phenylphosphonate. 

Dimeric and oUgomeric phosphates, as described e.g. in EP-A 0 363 608, are also 
suitable flame retardants. 
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The moulding compositions according to the invention can contain phosphorus 
compounds according to formula (VII) 

— (O);; R^^ 

(VII) 

k 

as flame retardants. 

In the formula, R^", R", R'^ and R", independently of one another, denote Cj-Cg alkyl, 
Cj-Cg cycloalkyl, Cg-Cjo aryl or C7-C12 aralkyl, optionally halogenated in each case. 

R*°, R", R'^ and R" preferably denote, independently of one another, C1-C4 alkyl, 
phenyl, naphthyl or phenyl-Ci-C4 alkyl. For their part, the aromatic groups R", R*^ 
and R" can be substituted with halogen and'or alkyl groups, preferably chlorine, 
bromine and'or C1-C4 alkyl. Particularly preferred aryl groups are cresyl, phenyl, 
xylenyl, propylphenyl or butylphenyl and the corresponding brominated and 
chlorinated derivatives thereof. 

X in formula (VH) signifies a mono- or polynuclear aromatic group with 6 to 30 
C atoms. This is preferably derived from diphenols of formula (HI). 
Diphenylphenol, bisphenol A, resorcinol or hydroquinone or the chlorinated or 
brominated derivatives thereof are particularly preferred. 

n in formula (VII) can be 0 or 1, independently of one another, n prefra^ly 
being equal to 1. — - 

k denotes values from 0 to 30, preferably an average value of 0.3 to 20, 
particularly preferably 0.5 to 10, especially 0.5 to 6. 



-(0)n- 



(?)n 
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Mixtures of 10 to 90 wt.%, preferably 12 to 40 wt.%, of at least one monophosphorus 
compound of formula (VI) and at least one oUgomeric phosphorus compound, or a 
mixture of oligomeric phosphorus compounds as described in EP-A 363 608 and 
phosphorus compounds according to formula (VII) can also be used in quantities of 10 
to 90 wt.%, preferably 60 to 88 wt.%, based on the total quantity of phosphorus 
compounds. 

Monophosphorus compounds of formula (VI) are especially tributyl phosphate, tris(2- 
chloroethyl) phosphate, tris(2,3-dibromopropyl) phosphate, triphenyl phosphate, 
tricresyl phosphate, diphenyl cresyl phosphate, diphaiyl octyl phosphate, diphenyl-2- 
ethyl cresyl phosphate, tri(isopropyl phenyl) phosphate, halogen-substituted aryl 
phosphates, dimethyl methylphosphonate, diphenyl methylphosphonate, diethyl 
phenylphosphonate, triphenylphosphine oxide or tricresylphosphine oxide. 

The mixtures of monomeric and oligomeric phosphorus compounds of formula (VII) 
have average k values of 0.3 to 20, preferably 0.5 to 10, especially 0.5 to 6. 

The phosphorus compounds mentioned are known (cf. e.g. EP-A 363 608, EP-A 640 
655) or can be prepared by known methods in an analogous feshion (e.g. UUmanns 
Encyklopadie der technischen Chemie, vol. 18, p. 301 et seq., 1979; Houben-Weyl, 
Methoden der organischen Chemie, voL 12/1, p. 43; Beilstein vol. 6, p. 177). 

The moulding compositions according to the invention containing the components A 
to E and optionally other known additives such as stabiUsers, dyes, pigments, 
lubricants and mould release agents, nucleating agents, nanoparticles and also 
antistatic agents and reinforcing materials and flame retardants, are prepared in that the 
respective components are blended by known means and melt-compounded and melt- 
extmded at temperatures of ioO'C to 300°C in conventional equipment such as 
internal mixers, extruders and double-shaft screws, component E preferably being used 
in the form of the coagulated mixture already mentioned. 
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The individual components can be blended by known means both successively and 
simultaneously, both at about 2Q°C (ambient temperature) and at elevated temperature. 

The moulding compositions of the present invention can be used for the production of 
5 mouldings of all types. In particular, mouldings can be produced by injection 
moulding. Examples of mouldings which can be produced are: housing parts of all 
types, e.g. for domestic ^pliances such as juice presses, coffee machines, mixers, for 
office machinery such as monitors, printers, copiers or covers for the building sector 
and parts for the automotive sector. They are also used in the electrical engineering 
1 0 sector because they have very good electrical properties. 

The moulding compositions according to the invention can also be used for example to 
produce the following mouldings or moulded parts: 

15 parts for internal fittings in rail vehicles, hub caps, housings for electrical appHances 
containing small transformers, housings for equipmait for the dissemination and 
transfer of information, housings and cladding for medical purposes, massagers and 
housings therefor, toy vehicles for children, prefabricated wall panels, housings for 
safety equipment, rear spoilers, thermally insulated transport containers, facihty for 

20 holding or caring for small animals, moulding for sanitary and bath fittings, covering 
grid plates for ventilation openings, mouldings for summer houses and garden sheds 
and housings for gardening equipment. 

The moulding compositions are particularly suitable for the production of mouldings 
25 where particularly higji heat resistance is required of the plastics used (e.g. current- 
carrying components). 

Another form of processing is the production of mouldings by thermoforming firom 
previously produced sheets or fihns. 

30 
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Thus, the present invention also provides the use of the moulding compositions 
according to the invention for the production of mouldings of any type, preferably of 
the types mentioned above, and the mouldings made from the moulding compositions 
according to the invention. 
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Examples 
Component A 

5 Ai Linear polycarbonate based on bisphenol A with a relative solution 

viscosity of 1.252, measured in CHLjClj as solvent at 25°C in a 
concentration of 0.5 g/100 ml. 

A2 Linear polycarbonate based on bisphenol A with a relative solution 

10 viscosity of 1.203, measured in CH2CI2 as solvent at 25°C in a 

concentration of 0.5 g/100 ml. 

Component B 

15 Graft polymer of 45 parts by weight of a copolymer of styrene and acrylonitrile in a 
weight ratio of 72:28 on 55 parts by weight of particulate, crosslinked polybutadiene 
rubber (average particle diameter djo = 0.4 ^m), prepared by emulsion polymerisation. 

Component C 

20 

Styrene/acrylonitrile copolymer with a styrene/acrylonitrile weight ratio of 72:28 and 
an intrinsic viscosity of 0.55 dl/g (measured in dimethylfonnamide at 20*'Q. 

Component D 

25 

Phosphonate amine of the formula: 

[x:^"^"- 

3 

(development product XPM 1000 fiomSolutia Mc, St Louis, Mo.) 
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Component E 

Blendex 446, General Electric, N. Y. USA: batch of S AN/TejQon in a 1 : 1 weight ratio. 

5 

Preparation and testing of the moulding compositions according to the in vention 

The components A to E are mixed in a 3-litre intemal mixer. The mouldings are 
produced on an Arburg 270 E type injection moulding machine at 260''C. 

10 

The heat resistance is determined by the Vicat B method according to DIN 53 460. 

The composition of the materials tested and the data obtained are compiled in the 
following table. 
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Table 1; Composition and properties of the polycarbonate ABS moulding 
compositions 



Example 


1 


Component 
[parts by weight] 




A, 

A. 


41.70 

25.90 


B 


10.50 


C 


8.80 


D 


11.90 


E 


0.8 


Mould release agent 


0.4 


Properties 




VicatB120 [°C] 


116° 


UL 94 V [3.2 mm] 


VO 


Total duration of flame [s] 


5 



The moulding compositions according to the invention, which are flame resistant, are 
distinguished by high heat resistance and are low-juicing, i.e. no deposits occur on the 
surfece. 
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Claims 



10 



15 



20 



25'"'" 



Composition containing polycarbonate and/or polyester carbonate and 0.1 to 
30 parts by weight phosphonate amine of the general formula (I) 



and R^, independently of one another, denote unsubstituted or substituted 
Ci-Cio alkyl or unsubstituted or substituted Cg-Cio aiyl, 

R^ and R'*, independently of one another, denote unsubstituted or substituted 
C,-Cio alkyl or unsubstituted or substituted Cg-Cio aiyl, 

R^ and R"* together denote raisubstituted or substituted C3-C10 alkyleoeT 

y signifies the numerical values 0, 1 or 2 and 



A3.y-N-By 



(0, 



wherein 
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B independently denotes hydrogen, optionaUy halogenated Q-Cg alkyl or 
imsubstituted or substituted C^Qo aryl. 

Blends according to claim 1 containing 

A) 5 to 95 parts by weight of aromatic polycarbonate or polyester 
carbonate 

B) 1 to 60 parts by weight of a graft polymer of 

B. 1 5 to 95 wt.% one or more vinyl monomers on 

B.2 5 to 95 wt.% one or more polymer backbones with a gl^s 
transition temperature of <10°C and an average particle size (djo 
value) of 0.05 to 5 pm, 

C) 0 to 50 parts by weight of themioplastic vinyl (co)polymer and/or 
polyalkylene terephthalate, 

D) 0.1 to 30 parts by weight of a phosphonate amme or a mixture of 
formula (T) 

Aa-y-N-B, 0), 

in which 

A, B and y have the meaning given in claim 1. 

Blends according to claim 1, containing 2 to 25 parts by weight of component 
D. 
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4. Blends according to claim 1, containing 2 to 20 parts by weight of component 
D. 

5. Blends according to any one of claims 1 to 3, containing phosphonate amines 
selected jfrom the group of 5,5,5'5',5",5"-liexamethyltris(l,3^-dioxa- 
phosphorinanemethane)aniin-2,2',2"-trioxide of fonnida (I-l) 

[^>(^°^P— CH,-j-N d-l), 

3 

l,3,2-dioxaphosphorinane-2-methanamine, N-butyl-N[(5,5-dimethyl-l,3;2- 
dioxaphosphorinan-2-yl)methyl]-5,5-dimethyl-, P,2-dioxides; 1,3,2- 
dioxaphosphorinane-2-metiianamine, N-[(5,5-dimethyl-l,3,2-dioxaphosphor- 
inan-2-yl)methyl]-5,5-dimethyl-N-phenyl-, P,2-dioxide; 1,3,2- 

dioxaphosphorinane-2-methanamine, N,N-dibutyl-5,5-dimethyl-, 2-oxide, 
1 ,3,2-dioxaphosphorinane-2-methanamine, N-[(5,5-dimethyl- 1 ,3 ,2-dioxaphos- 
phorinan-2-yl)methyl]-N-ethyl-5,5-dimethyl-, P,2-dioxide, 1,3,2- 

dioxaphosphorinane-2-methanarQine, N-butyl-N-[(5,5-dichloromethyl-l ,3,2- 
dioxaphosphorinan-2-yl)methyI]-5,5-dichloromethyl-, P,2-dioxide, . 1,3,2- 
diox^hosphorinane-2-methanamine, N-[(5,5-dichloromethyl-l ,3,2-dioxaphos- 
phorinan-2-yl)methyl]-5,5-dichloromethyl-N-phenyl, P,2-dioxide; 1,3,2- 
dioxaphosphorinane-2-methanainine, N,N-di-(4-chlorobutyl)-5,5-dunethyl-2- 
oxides; l,3,2-dioxaphosphorinane-2-methaninime, N-[(5,5-dimethyl-l,3,2- 
dioxaphosphorinan-2-yl)methane]-N-(2-chloroethyI)-5,5-di(chloromethyl)-, 
P2-dioxide. 

6. Blends according to any one of claims 1 to 4, wbCTein the phosphonate amines 
of fonnula (T) are usedasmixtures. 

7. Blends according to any one of the above claims containing graft polymers 

_ - . - -based on at least 2- of the follo\i«ng monomeistlchloroprene^ 1^-buiadiene, _ . 
isopropene, slyrene, substituted styrenes, acrylonitrile, ethylene, propylene. 
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vinyl acetate and (meth)acTylate with 1 to 18 C atoms in the alcohol 
component. 

8. Blends according to any one of the above claims containing as component B) 
graft polymers of 

B. 1 5 to 95 parts by weight of a mixture of 

B.1.1 50 to 99 parts by weight styrene, a-methylstyrene, stjrenes 
substituted in the ring with halogen or methyl, methyl 
methacrylate or mixtures of these compounds and 

B.1.2 1 to 50 parts by weight acrylonitrile, methaciylonitrile, methyl 
methacrylate, maleic anhydride, CJ-C4 alkyl- or phenyl-N- 
substituted maleimides or mixtures of these compounds on 

B.2 5 to 95, preferably 20 to 70 parts by weight polymer with a glass 
transition temperature of less than -10°C. 

9. Blends according to any one of claims 1 to 8 containing 10 to 90 parts by 
weight of component A) and 1 to 40 parts by weight of component B. 

10. Blends according to any one of claims 1 to 9 containing 20 to 80 parts by 
weight of component A and 2 to 30 parts by weight of component B. 

11. Blends according to claim 8, wherein the polymer backbone B.2 is a diene 
rubba", polyacrylate rubber, silicone rubber or efhylene-pr(q)ylene-diene 
rubber. 
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12. Blends according to any one of the above claims, which contain 0.01 to 
35 wt.%, based on the total moulding composition, of at least one additional 
flame retardant. 

13. Blends according to any one of the above claims containing 1 to 30 parts by 
weight of component C). 

14. Blends according to any one of the above claims containing an extremely jSne- 
particle comqpound of main groups 1 to 5 or of subgroups 1 to 8 of the periodic 
table with at least one element selected from the group of oxygen, sulfur, 
boron, carbon, phosphorus, nitrogen, hydrogen and sihcon. 

15. Blends according to any one of the above claims which contain at least one 
additive from the group of stabilisers, pigments, mould release agents, flow 
promoters, inorganic reinforcing materials, nanoparticles and/or antistatic 
agents. 

16. Use of the blends according to any one of the above claims for the production 
of mouldings. 

1 7. Mouldings obtainable from blends according to any one of the above claims. 
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Flame-resistant, heat-resistant polycarbonate-ABS moulding compositions 



Abstract 

Flame-resistant blends containing aromatic polycarbonate and/or polyester carbonate 
and 1.0 to 30 parts by weight of at least one phospbonate amine of the general formula 
(D 

A3.,-N-B, (I), 
and optionally other blend partners. 
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I hereby declare that all statements made herein of my own knowledge are 
true and that all statements made on information and belief are beUeved to be 
true; and further that these statements were made with the knowledge that wiU- 
ful false statements and the Uke so made are punishable by fine or imprisonment, 
or both, under Section 1001 of Title 18 of the United States Code and that such 
willful false statements may jeopardize the vaUdity of the appUcation or any 
patent issued thereon. 
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I hereby appoint the foUowing att<M-ney(s) and/or ageitt(s) to prcsecute fliis 
ai>piication and to transact all business^^in the Patent and Trademark Office 
connected therewith: 

JOSEPH C. GIL, Patent Office Registration Number 2648^ ARON PREB, Patent Office Registration Numbe? 29^; 
LYNDANNE M. WHALEN, Patent Office Registration Number 29,457; THOMAS W. ROY, Patent Office Registration 
Number 29^52; RICHARD E. L. HENDERSON, Patent OfficeTlegistration Number 31»«!M50DFRIED R. AKORLI, 
Patent Office Registration Number ^8,339; N. DENISE BROWN, Patent Office Registration Numbep^97; 
NOLAND J. CHEUNG, Patent Office Registration Number^^jl38; DIDERICO VAN EYL, Patent Office Registration 
Number-^85641; CAROLYN M. SLOANE, Patent Office Registration Number 44,339; JAMES R. FRANKS, 
Patent Office Registration Number ^,SS2; JACKIE ANN ZURCHER, Patent Office Registration NuinJ«r 42^; 
RAYMOND J. HARMUTH, Patent Office Registration Number 33,896; JOHN E. WROZINSKl, JR., PafenfrOffice 
Resistration Number #029^ JENNIFER R. SENG, Patent OffiwrRegistration Number 48351, 



Send Correspondence To: 
Patent Department 
Bayer Corporation 
100 Bayer Road 

Pi^hursh. Poinsvlvania 15205-9741 


Direct Telephone Calls To: 
(412) 777-2349 


CTTT.T. NAME OP SOIJB OR FIRST IMVEHTOR 
Mirhael Zobel 


INVENTOR- f /iGNAjfoRfl fi / 


DATE 


RESIDENCE "X r\ / / 


CITIZENSHIP 

German 


POST OFFICE ADDRESS 

r/o BAYER AKTIENGESELLSCHAFT , D 51368 Leverkj>ggn. Germany 1 




FULL NAME OF SECOND INVENTOR 

Thnmas Eckel 




DATE ^ _ 


RESIDENCE f \ ^ 

n iTSin Dnrmaeen. Germany J/ 


CITIZENSHIP 

German 


POST OFFICE ADDRESS 

c/o BAYER AKTIENGESELLSCHAFT, D 51368 Lei 


erkusen. Germany 




PULL NAME OP THIRD INVENTOR 

. Torstenjlerr 


imraHTpR'S SIGNATUIfflv ^ 


DATE 


RESIDENCE 

D 41542 Dormaasn^ Germany 






CITIZENSHIP 

German 




POST OFFICE ADDRESS 

n/n RAVER AKTTENGESELLSCHAFT. D 51368 Leverkusen, Germany 




FULL NAME OF FOURTH INVENTC» 

Dieter Wittmann 








RESIDENCE 

n '51^75 Leverkusen. Germany 


CITIZENSHIP 

German 


POST OFFICE ADDRESS 

nlr. RAVER AKTIENGESELLSCHAFT. D 51368 Leverkusen, Germany 




FULL NAME OP FIFTH INVENTOR 


INVENTOR'S SIGNATURE 


DATE 


RESIDENCE 


CITIZENSHIP 


POST OFFICE ADDRESS 


FULL NAME OF SIXTH INVENTOR 


INVENTOR'S SIGNATURE 


DATE 


RESIDENCE 


CITIZENSHIP 


POST OFFICE ADDRESS 


FULL NAME OF SEVENTH IHVSNTC»l 


INVENTOR'S SIGNATURE 


DATE 


RESIDENCE 


CITIZENSHIP 


POST OFFICE AOIHtESS 
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